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PROCESS AND SYSTEM FOR RINSING 
OF SEMICONDUCTOR SUBSTRATES 

Background and Prior Art 

This invention relates to methods and equipment or systems for rinsing 
of semiconductor substrates such as partially processed wafers and similar 
materials. It is particularly useful for rinsing semiconductor substrates which 
have had one or more layers of metal (for example metal interconnects) 
deposited on them, such as during Back End of the Line (BEOL) processing in a 
typical semiconductor wafer fabrication sequence; however, certain aspects of 
the invention are also applicable to rinsing of semiconductor substrates during 
their manufacture, prior to deposition of metal on them, i.e. in Front End of the 
Line processing. In one aspect, the invention incorporates a method for 
preventing corrosion of said metal layers during the wet processing steps which 
often follow a metal etch in the BEOL process sequence. 

Metallization systems used in modern integrated circuits have become 
increasingly complex due to the reliability concerns and yield losses associated 
with issues such as interdiffusion and electromigration. Solutions to these 
problems have involved the use of metal alloys and multilayer barrier metal 
schemes. Although these approaches have been effective at solving some 
problems, they have also introduced a new set of problems centered on the 
difficulty in etching these multi-metal systems. Plasma etch processes and their 
associated chemistries have become more aggressive. The net result has been 
the formation of complex, insoluble etch residues inside the metal vias and on 
the metal sidewalls. The mixed nature of these residues - often composed of 
organic, inorganic, and metallic species - has required the use of aggressive wet 
chemical strippers. Very often these processes involve the use of highly alkaline 
media such as NMP (N-methylpyrrolidinone), and various other amine- 
containing compounds such as HDA (hydroxylamine). An unfortunate side 
effect associated with such wet processing is metal corrosion, where the process 
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or rinse solution can act as the electrolyte in the corrosion processes. Corrosion 
can occur within a via, increasing its contact resistance or on a metal 
interconnect, increasing its sheet resistance, 

5 One currently used solution to this metal corrosion problem in BEOL 

processing is the use of an intermediate solvent rinse, such as isopropanol prior 
to immersion in a final rinse with aqueous media such as Deionized(DI) water. 
The function of the intermediate rinse is to dilute and/or neutralize chemicals 
remaining on the wafer surfaces prior to subsequent rinsing and cleaning steps. 

10 However, there are serious drawbacks to the use of isopropanol as an 

intermediate rinsing step. The major concerns are safety issues associated with 
using such a flammable substance at the elevated temperatures typically used. 
Environmental concerns can preclude or limit its use in some locations. In 
addition, the use of isopropanol adds a process vessel, equipment and step to the 

15 process sequence, resulting in increased cost to the overall wet processing 

equipment and sequence. The net result is an increase in the wet bench 
footprint, that is, the floor space used, an increase in chemical usage and a 
reduction in wafer throughput. 

20 It is highly desirable to minimize the number of processing steps and the 

amount and size of apparatus and equipment utilized in carrying them out. 
Such processing is generally conducted in clean rooms in which floor space is at 
a premium. Thus, the amount of floor space occupied by equipment is 
extremely critical to the overall cost and efficiency of the semiconductor 

25 fabrication process, particularly in light of today's economic conditions in which 
the prices of semiconductors and chips are highly competitive and tend to 
decrease. 

It is an object of this invention therefore to provide a system for rinsing 
30 metallized semiconductor substrates with at most minimal additional corrosion 

during this step, which is relatively compact, inexpensive, efficient and easy to 
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operate. 

The prior art contains disclosures of the use of certain chemical agents 
in the rinsing of substrates, mainly in the front-end processing of wafers, that is, 
5 in the processing of wafers prior to the deposition of metallic components such 

as lines or films. This has included the addition of various agents to an 
aqueous (usually ultrapure or deionized water) front-end-of-the-line rinse step, 
where there are no metal layers on the substrate, and therefore metal corrosion 
is not a concern. Such techniques are described for example in U.S. Patent No. 

10 5,382,296 and European Patent Application 784,336, in which various materials 

are recommended for front-end treatment, including ozone, various inorganic 
acids, combinations of inorganic acids and other materials, and salts. Other 
known front-end rinsing techniques involve materials such as hydrogen 
peroxide (European Patent 560,324), combinations of amines with amino acids 

1 5 (European Patent Application 678,788), aqueous solutions combining hydrogen 

fluoride and hydrogen peroxide (European Patent Application 649,168), and 
combinations of amines and fatty acids (U.S. Patent 5,102,777). 

Vos, et aL, in the paper "A Novel Environmentally-friendly Corrosion- 
20 Free Post-stripping Rinsing Procedure after Solvent Strip (1997 Symposium on 

VLSI technology, Kyoto, Japan) disclose the use of an acidic solution 
comprising diluted nitric acid for rinsing metallized aluminum wafers. These 
results are also reported in their European patent application 846,985. Carbon 
dioxide is disclosed in U.S. Patent 5,175,124 for rinsing substrates in both front- 
25 end (i.e., non-metallized substrates) and back-end (i.e., metallized substrates) 

processing steps. 

Summary of the Invention 

30 In one aspect, the invention herein comprises a system and process for 

rinsing of a semiconductor substrate such as a metallized semiconductor wafer 
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which involves contacting the substrate with an aqueous medium and one or 
more chemical agents wherein the concentration of chemical agent is 
maintained at a controlled level or within a predetermined range, and the 
substrate is maintained in contact with the chemical agent for a predetermined 
5 time. 

In another aspect this invention relates to novel anticorrosive chemical agents 
for use in the rinsing of metallized substrates or wafers with aqueous media. 

10 In a more specific embodiment the invention comprises a system and 

process for rinsing of a semiconductor substrate such as a metallized 
semiconductor wafer which involves a source of aqueous media such as 
deionized water for conducting the rinsing, a source of a chemical agent or 
agents, such as an anti-corrosive chemical agent or agents, a means for 

1 5 introducing the chemical agent into a rinse tank so as to maintain its 

concentration at a controlled level or within a predetermined range and a means 
for maintaining the substrate in contact with the aqueous media containing the 
chemical agent for a predetermined time. 

20 Other aspects and objectives of the invention will be apparent from 

reading the specification and claims of this Application. 

Description of the Figures 

25 

Figure 1 shows one generalized schematic diagram of a process and 
apparatus according to this invention , in which the concentration of the 
chemical agent is controlled by conductivity.. 

30 Figure 2 shows another generalized schematic diagram of a process and 

apparatus according to this invention including use of a metering pump to 
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control concentration of the chemical agent.. 

Figure 3 shows a more detailed flow sheet of a process and apparatus 
according to one embodiment of this invention. 

5 

Figure 4 shows comparative measured corrosion rates for blanket 
aluminum films using various corrosion-preventing rinses. 

Figure 5 shows similar information for blanket titanium nitride films. 

10 

Figure 6 shows similar information for blanket copper films. 

Figure 7 is a plot showing three different set points for chemical 
injection process control for a rinse tank. 

15 

Figure 8 shows comparative corrosion of aluminum in a rinse treatment. 

Figure 9 shows M2 serpentine resistance following an alkaline treatment 
prior to rinsing with various implementations of the current invention as well as 
20 with isopropanol. 

Figure 10 shows comparative measured corrosion rates of copper in a second 
series of rinse treatments. 

25 Figures 11-16 are FE-SEM (field emitter- scanning electron microscope) 

images showing corrosion or lack of corrosion on metallized semiconductor 
substrates. 

Description of the Invention 

30 

The invention as described herein finds its primary use in back-end-of-the-line 
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(BEOL) semiconductor processing, that is, in the rinsing of metallized 
substrates. The bulk of the following description will focus on that utilization. 
However, as will be described hereinafter, aspects of the invention are also 
usable in front-end processing of substrates that have not been metallized, and 
reference to such use will be made where appropriate. 

According to this invention there is provided a method and a system or 
apparatus for rinsing or cleaning metallized semiconductor substrates, wafers, 
etc. The invention substantially prevents metal corrosion when put into use 
after residue removal in corrosive wet processing sequences, such as in back- 
end-of-the-line (BEOL) chemical process sequences, but does not require 
additional process vessels or steps beyond those already used. It is useful in a 
variety of processes, including those involving passivation, pitting inhibitors, 
and surfactants. 

Metal corrosion can occur at several points during the wet process 
sequence used to strip photoresist and remove post-ash or post-etch residues 
from substrates (such as wafers). One such point is the rinse processes that 
followstripping photoresist from the metallized wafers or other substrates 
subsequent to various processing steps in semiconductor manufacture. This 
rinse corrosion may occur via one of several mechanisms. 

(1) Direct dissolution, where the metal is dissolved in the rinse 
water. This is generally not a concern for metals of interest in 
semiconductor fabrication, especially for the short exposure 
times in typical rinse processes. 

(2) Concentration cell corrosion, which occurs with a substantial 
change in pH. This is a common scenario in BEOL processes 
where wafers may undergo substantial variation in pH when 
transferred to a neutral deionized water rinse. 



PATENT 



(3) Galvanic corrosion effects that occur in the deionized rinse when 
two dissimilar metals are present. Examples are an aluminum 
line with a titanium top and bottom layer, or a misaligned 
aluminum line on a tungsten plug. 

(4) Reaction of the process chemical carryover layer with rinse 
water that occurs after the wafer is extracted from the process 
solution and immersed in a deionized water rinse. The carryover 
layer of process chemistry on the wafer surface (often composed 
of amine-based compounds) can react with deionized water in 
the rinse to form hydroxyl ions, which then promote corrosion 
of the metal surface. 

The combined presence of process chemical and water increases the 
corrosion rate for the metals and metal alloys typically used in semiconductor 
manufacturing. 

In accordance with one aspect of the present invention there is provided 
a process and system or apparatus for rinsing or cleaning semiconductor 
substrates or wafers, particularly those which have been metallized, without the 
utilization of an intermediate solvent rinsing step employing isopropanol or 
another organic solvent. The invention involves first rinsing such materials 
with deionized water containing a controlled and effective amount or range of 
one or more anti-corrosive chemical agents, for a predetermined time. 
Afterwards the material in deionized water alone. In accordance with this 
invention, the anti-corrosive chemical agent is present in the first rinsing step at 
a predetermined level or within a predetermined range, and the concentration of 
said agent is preferably maintained at that level or in that range by an automated 
control system. 
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The anticorrosive agents may include one or more organic and/or inorganic 
compounds. Mixtures of two or more anticorrosive agents, whether all-organic, 
all-inorganic or combinations of organic and inorganic agents, may be used as 
appropriate. 

5 

Organic compounds useful in this invention include mono- and polycarboxylic 
acids such as acetic, sebacic, citric, undecanedioic, dodecanedioic, oxalic, 
nitrilotriacetic, and ascorbic acids, nitrogen-containing compounds including 
cyclic compounds such as benzotriazole, benzamidizole, imidizole, 

10 tolyltriazole, and others such as tris(hydroxymethyl)aminomethane, and 

ethanolamine carbonate. Inorganic compounds useful in this invention include 
acids such as nitric, phosphonic, carbonic and sulfamic acids and other 
compounds such as ammonium nitrate and ammonium dichromate. Also 
suitable are gases such as carbon dioxide, carbon monoxide and ozone. 

15 Additional anti-corrosive agents include gases such as ozone and other 

chemicals that will inhibit corrosion by the chemicals that remain on the wafer 
surfaces after the wafers are removed from the BEOL processes. 

Mixtures of two or more anticorrosive agents, whether all-organic, all-inorganic 
20 or combinations of organic and inorganic agents, may be used as appropriate. 

Some of the above agents have been found particularly useful in treatment of 
substrates having certain deposited metals or alloys. Examples of these types of 
agents and deposits are the above-mentioned cyclic nitrogen-containing agents 
25 (and particularly benzotriazole), and acetic, undecanedioic, dodecanedioic and 

sebacic acids (or mixtures of such acids) for copper deposits, and nitric and 
acetic acids (or their mixtures) for titanium nitride films. 

Of the anticorrosive agents mentioned above, only nitric acid, acetic acid and 
30 carbon dioxide have been described in the prior art as being useful for 

prevention of corrosion of metals in back-end-of-the-line rinsing and other 
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processing. Thus, one aspect of this invention is the use in general of organic 
mono-and polycarboxylic acids, nitrogen-containing compounds and other 
organic and/or inorganic compounds and ozone mentioned above (except nitric 
acid and carbon dioxide), in effective amounts, as corrosion inhibitors or 
5 anticorrosive compounds in BEOL processes, i.e., in the rinsing of metallized 

substrates or wafers. 

Test results on both blanket and device wafers (described below) show the 
invention to be very effective in substantially preventing corrosion of metals 

10 and metal alloys, e.g. of titanium, tungsten, aluminum, copper, and their alloys 

present on such substrates or wafers. It can substantially eliminate galvanic 
corrosion effects between the dissimilar metals commonly used in aluminum- 
based metal interconnects. The addition of an anti-corrosive agent or agents, of 
organic and/or inorganic nature, reduces the metal corrosion rates significantly. 

1 5 These agents may act to neutralize the pH, alter the chemistry of the process 

chemical carryover layer, which inhibits its ability to form the corrosive species, 
or form protective layers on the wafer surface which inhibit corrosion. 

Optimal results utilizing the process of this invention can be obtained by 
20 selection of the most appropriate anti-corrosive chemical for the material being 

treated, controlling the concentration of the anti-corrosive chemical in the rinse 
tank and controlling the amount of time the material being treated is exposed to 
the anti-corrosive chemical. For treating semiconductor substrates or wafers on 
which aluminum has been deposited, an acid such as nitric acid may be suitable. 
25 However, nitric acid can aggressively attack copper, the use of which is 

becoming more prevalent in the semiconductor industry. Thus, for use with 
copper, an organic anti-corrosive chemical such as acetic, undecanedioic, 
dodecanedioic and/or sebacic acids or the above nitrogen containing 
compounds, especially benzotriazole, appears more effective. 



30 



As described in the Examples which follow, , the amount of anti- 
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corrosive chemical in the rinse tank should be contr olled to be at a 
predetermined level or within a predetermined desirable ra nge. Thus, one 
aspect of this invention includes introducing the anti-corrosive c hemical agent 
into the rinse tank in a controlled, preferably automated, m atter so as to 
5 maintain its concentration in the rinse tank at a predetermined leve l or within a 

predetermined range. The effective concentration will depend on a number of 
factors, including the metal which has been deposited on the substrate, the size 
and number of wafers or other articles to be rinsed, the chemical agent or 
combinations of agents, the process chemistry used in preced ing manufacturing 
10 steps, etc.. and should be determined empirically on a case-by-case b asis for the 

situation in question by using procedures such as those described b elow. In 
general, however, concentrations of from about 0.001 millimolar to about 1 
molar are effective for the agents and metals described herein. 

1 5 Finally, optimal results are obtained if the anti-corrosive chemical 

agents are injected into the deionized rinse water only during the initial phase of 
the rinse cycle and after a defined time T 0 the rinse is then changed to pure 
deionized water Similarly, the effective time To for contact between the 
substrate and the anticorrosive agent or agents can depend on a number of 

20 factors and should be determined empirically on a case-by-case basis. 

Whenever a rinse of the substrates or wafers is conducted, a drying step 
or steps is necessary before they can be further processed.For optimal efficiency 
and use of floor space, the corrosion-prevention rinsing and the subsequent 

25 drying step may be conducted in the same vessel. Such a combination of steps 

in a single vessel can further minimize the wet bench footprint, and reduce its 
overall cost. One such drying system is described in U.S. patent application 
09/227,637 filed January 8, 1999, which is hereby incorporated by reference 
herein. The drying system described in said application can be modified to 

30 incorporate the injection of anti-corrosive agents during the rinsing sequence 

prior to the vapor drying step.. 
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The sequence of the combination of rinsing and drying steps in such a 
system, would be: 

- First, the rinse tank is emptied of previously used rinse water 

- then, the tank is filled with rinse water containing one or more 
selected anti-corrosive chemical agents in a predetermined amount 
(or injected at a predetermined flow rate with respect to the flow of 
rinse water) 

- next, the wafers to be rinsed are introduced into the rinse tank 

- rinsing of the wafers is then carried out using a cascade of rinse 
water (with the anti-corrosive chemical agent or agents being 
injected into the rinse water upstream of the rinse tank) 

- the introduction into the rinse tank of the rinse water containing the 
anticorrosive chemical agent or agents into the rinse water is 
controlled by a process timer for a preset time To 

- if the anti-corrosive agent is a mixture of such agents, the individual 
components may be injected into the rinse water at the same time or 
one after the other 

- at the end of time To injection of the anticorrosive agent or agents 
inot the rinse water is discontinued, and pure deionized water is 
introduced into the rinsing tank for a predetermined time 

- the deionized water is then drained from the tank and a drying vapor 
such as isopropanol carried by nitrogen vapor is introduced 

- the wafers are then dried under nitrogen only and removed from the 
system 

- the tank is refilled with deionized water. 

The drying vapor is one that condenses on the surface of the substrate 
and reduces the surface tension of any residual water causing such residual 
water to flow off of the surface. Alternately, drying steps may be carried out in 
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separate dryers, with the substrates or wafers being transferred from the rinse 
container to a separate drying container or apparatus. 

The process and system of this invention provide a small footprint, low 
cost rinsing system for BEOL applications, eliminate the need for an 
intermediate solvent rinse such as isopropanol, and substantially minimize rinse 
induced metal corrosion. In addition, certain of the anti-corrosive agents of this 
invention are particularly suitable for matching future industry requirements for 
metallized copper materials. 

As mentioned previously, another aspect of this invention is that the general 
method and system also may be used in front-end processing, that is, in the 
rinsing of non-metallized substrates following various manufacturing and 
processing steps. Here, since no metal has yet been deposited, corrosion of 
metals is not a concern. However, there are other concerns such as removal of 
particles and of organic and metallic contaminants. The aqueous medium will 
contain chemical agents known in the art for use in front-end rinsing, such as 
hydrofluoric acid, hydrochloric acid, nitrilotriacetic acid (NTA), EDTA, 
gettering agents, chelating agents and surfactants. 

As with BEOL processing, in this aspect the invention comprises a system and 
process for rinsing of a semiconductor substrate such as a semiconductor wafer 
which involves contacting the substrate with an aqueous medium and one or 
more chemical agents as mentioned above wherein the concentration of 
chemical agent is maintained at a controlled level or within a predetermined 
range, and the substrate is maintained in contact with the chemical agent for a 
predetermined time. 

Figures 1-3 show schematic representations of systems and the conduct 
of processes according to this invention. 
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Figure 1 is a generalized flow sheet involving the use of monitoring 
conductivity for feedback control of the amount or concentration of the 
anticorrosive agent or agents utilized in the process. Semiconductor substrates 
are rinsed in rinse tank 10 to which is fed a stream of deionized water (line 12) 
and a second stream (line 14) of deionized water containing an anticorrosive 
agent. The material in stream 14 is prepared by introducing an anticorrosive 
agent or mixture of agents, as described previously, from a source 16, into a 
circulating stream 18 containing deionized water via an injector (venturi) 20. 
The deionized water to which the anticorrosive agent or mixture of agents has 
been added is then forwarded to reservoir 22 which is preferably a continuously 
stirred tank reactor (CSTR), but may be any other suitable apparatus, such as a 
buffering tank. Deionized water containing the anticorrosive chemical or 
chemicals is circulated in continuous loop 18 (for example by one or more 
pumps 26). The concentration of the anticorrosive agent in the circulating 
stream is measured by use of conductivity monitor 24 or other suitable 
apparatus which, depending on the concentration measured, transmits a signal 
to cause addition of more anticorrosive agent from source 16 or to close the 
valve leading from that source into circulating loop 18. When the rinse tank is 
ready to be used, valve 28 is opened and an appropriate amount of water 
containing the anticorrosive agent is added to the rinse tank. Makeup water 
may be added to the circulating loop 1 8 via line 30. 

Figure 2 shows an alternate means of controlling the concentration in the 
circulating loop by the use of a metering pump 32 rather than measurement of 
conductivity or spectroscopy. The stroke length and frequency of the pump can 
be preset to inject the concentration of the anticorrosive agent or agents desired 
or needed, depending on the nature of the wafer/process chemical combination. 
This system eliminates the need for a recirculation loop with a CSTR (see 
Fig. 3). 

Fig. 3 schematically illustrates a chemical injection system that may be 
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utilized in connection with the active rinse module. The system generally 
includes a reservoir 40 containing chemical concentrate, a source of deionized 
water 42, an injector 44, a continuously stirred tank reactor (CSTR) 46, a heat 
exchanger 48, and a rinse tank 50. These components are fluidly coupled to one 
another by a network of plumbing and valves (see valves 52, 54, 56, 58, 60, and 
62). 

The dilute anticorrosive rinse chemical that is to be used in the rinse 
tank 50 is produced by combining appropriate amounts of anti-corrosive 
chemical agent (liquid or gas) from reservoir 40 and deionized water from 
source 42. System controller 64 governs operation of the valves to ensure that 
the required chemical concentration is produced and maintained. To do this, 
controller 64 switches operation between various modes of operation in 
response to feedback from a concentration sensor 66 positioned in CSTR 46. 
Where the chemical supplied from reservoir 40 is a gas, this closed-loop control 
need not be used, since the concentration will depend on the solubility of the 
gas in water. 

One mode of operation is a circulating mode, in which a volume of 
dilute chemical is continuously pumped out of CSTR 46 via pump 46, passed 
through heat exchanger 48 and injector 44, then back into CSTR 46. 
Preferably, this continuous circulation through the system is maintained even 
during the other modes of operation. Side 56a of three-way valve 56 may 
remain open to allow circulation of chemical through valve 56 into injector 44 
to as to continuously flush its associated plumbing. 

Sensor 66 continuously monitors the concentration of the solution in 
CSTR 46 and delivers feedback to controller 64. If the concentration is found 
to be too low, the controller opens side 56b of three-way valve 56 to cause flow 
of chemical concentrate from reservoir 40 into injector 44, where it is carried 
into the system by the circulating solution. Once sensor 66 confirms that the 
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desired concentration level has been re-established, valve side 56b is closed. 

Likewise, if sensor 66 detects a concentration that is too high, valve 52 
is opened to permit flow of deionized water from source 42 into the system. 
Valve 52 is closed again once the required concentration level is again reached. 

To fill the rinse tank 50, valve 58 is opened, by a separate MCS 
controller 68 or by system controller 64. An additional manual valve 60 may be 
utilized to allow for manual control of the dispensing operation. 

A plurality of liquid level sensors 70a-e monitor the liquid level within 
the CSTR 46 and provide feedback to controller 64 representing the volume of 
fluid in the CSTR. When additional volume of dilute chemical is needed, such 
as during or following the dispensing of dilute chemical into the rinse tank 50, 
additional quantities of chemical concentrate and deionized water are dispensed 
into the system. In this mode, controller 64 directs valves 52 and 56b to open 
so as to permit flow of chemical concentrate and deionized water through 
injector 44 and then into CSTR 46. 

Two ways of controlling the amount of anti-corrosive chemical agent or 
agents present in the rinse tank, and thus the concentration there, are shown 
above, namely by measuring conductivity and by the use of a metering pump. 
However, the concentration or amount may be measured and controlled by 
other known techniques, for instance by in-line UV-Vis, IR, FT-IR or mass 
spectroscopy. 

While not intending to limit the invention, it is believed that the anti- 
corrosive chemical agents may serve five or more beneficial functions 
including: 

1) pH neutralization at the wafer surface to prevent corrosion. 
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2) Chemical dissolution, dilution, and alteration of the wafer surface chemical 
carryover compounds to minimize the interaction of the process chemistry 
with deionized water to form corrosive species, 

3) Prevention of corrosion from plasma etch residues via surface ion exchange 

4) Surface passivation or corrosion inhibition of the metal surface, which 
prevents subsequent corrosion by forming a protective surface film or 
physical displacement of corrosive species. 

5) Chelation or sequestration of corrosive ionic species. To the extent this 
occurs, it may be a desirable feature in treating metallized materials where it 
is important to avoid redeposition of metals in adjacent locations. 

Development of electrochemical technique to monitor metal corrosion: 

Electrochemical measurements of corrosion potentials and corrosion 
currents, extrapolated from potentiodynamic polarization(Tafel) measurements 
for blanket metal films were taken in order to prove the basic concept of the 
current invention. A flatbed cell was used to mimic rinse conditions by testing 
different ratios of carryover chemistry in deionized water with and without a 
corrosion inhibitor. The concentrations of process chemical in deionized water 
used were 2.5 ppth, which represents the diffused concentration throughout the 
rinse, and 250 ppth, which represents the initial concentration at the wafer's 
surface. The classes of stripper chemistries tested included N- 
methylpyrollidinone-based, fluorine-based, inorganic-based and 
hydroxylamine-based chemicals from major chemical suppliers to the 
semiconductor industry. These chemistries are representative of typical 
chemistries used for aluminum - and titanium nitride - based metallization 
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systems. Additional studies were performed with chemicals expected to be used 
for future copper metallization systems. Most of the chemicals used for both Cu 
and Al metal systems contain strong amines, which react with water in 
subsequent deionized water rinses to cause metal corrosion. The process 
chemical carryover layer reacts with deionized water in the subsequent rinse to 
form hydroxide ions. These hydroxide ions must be tied up or neutralized to 
prevent oxidation/corrosion of the metal components during rinsing. 

Experiments were conducted using blanket aluminum films and metal 
test structures. Due to the limited number of wafers available, the work done 
was bench-scale experiments performed to verify the concepts. Wafers with 
7500A thick sputtered aluminum films were immersed in a hydroxylamine- 
based etch residue removal chemistry (ACT-937) for 10 minutes at room 
temperature, then transferred into various rinses, and dried under nitrogen. The 
rinse times were exaggerated, in order to characterize a worst case condition 
and to be sure corrosion would be evident in the deionized water-only case. 
Therefore, the control wafer's rinse was deionized water-only for 20 minutes. 
For the following runs, the wafers were exposed to different acid concentrations 
for the first 3 minutes of the rinse, then with deionized water only for the final 
17 minutes. Acetic acid was used at 0.08M and 0.1 6M concentrations, while 
nitric acid was used at 0.1M and 0.2M concentrations. A 4-point probe was 
used to measure the wafer's sheet resistance before and after the runs. From 
these measurements, one can determine the wafer's film loss. 

The wafers tested were structured with the following metal scheme: 
TiW, TiN, Al, TiW. These serpentine structures had linewidth dimensions of 
0.35pm. The procedure was the same as the blanket aluminum tests except 
typical rinse times of 5 and 10 minutes were used. The following Table 1 
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shows the rinse conditions: 
TABLE 1 



Run Anti-corrosion chemistry/ PI water rinse time 
time 

1 None None 

2 None 10 minutes 

3 Acetic acid/ 3 minutes 7 minutes 

4 Nitric acid/ 3 minutes 7 minutes 

5 IP A/ 3 minutes 7 minutes 

6 C0 2 bubbled in DI/ 10 
minutes 

7 None 5 minutes 

8 Acetic acid/ 2.5 minutes 2.5 minutes 

9 Nitric acid/ 2.5 minutes 2.5 minutes 

10 IP A/ 2.5 minutes 2.5 minutes 

1 1 C0 2 bubbled in DI/ 5 minutes 

5 Figure 4 shows a summary of corrosion rates for ACT-937 carryover 



with and without injection of dilute acid. As seen in this figure the aluminum 
corroded all the way through during the tests when no additional acid was 
injected. Acetic and nitric acid corrosion rates were comparable to isopropanol. 
In addition, experiments were carried out to determine the effect of pH on the 
1 0 corrosion rate for aluminum. It was determined that slowest corrosion of 
aluminum occurred between pH of approximately 2.5 and 7, and was 
particularly slow between about 4.5 and 5.5. This result was converted to 0.08M 
acetic acid and 0.1 nitric acid. 
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Figure 5 shows measured corrosion rates for blanket titanium nitride 
with ACT-937 carryover and various injected anticorrosive chemicals. 

Figure 6 shows results for copper films. 
Results: 

Figure 8 shows the results from the blanket aluminum films. It is evident 
that without the addition of a corrosion inhibitor the film loss was substantial, 
approximately 1600 Angstroms. The corrosion rate differences in the acid 
concentrations as well as the acid types were minimal and within the noise of 
the instrument. The negative results can be attributed to the assumption that 
the film resistivity does not change. Through SEM pictures, pitting of the Al 
metal was apparent in the deionized water only case. The surface topographies 
were relatively unchanged between the control and the acid treated runs. 

The results from the wafer runs can be found in figure 9. The resistance 
was several orders of magnitude greater for the 10 minute, deionized water 
with carry-over only case (100,000 kohms versus 70 kohms). FE-SEM pictures 
(Figs 10-15) showed that the middle layer (Al) in the metal stack was missing in 
the deionized water only case. The graph also shows that for the 5 minute only, 
deionized water with carry-over case, the resistance was 100 kohm higher than 
the other runs using an additional acid. The acid runs were also equal to the 
isopropanol and carbon dioxide cases. 

Figure 10 shows results with a second series of copper films and anti- 
corrosive agents including benzotriazole, dodecanedioic acid and a mixture of 
undecanedioic, dodecanedioic and sebacic acids. The designations ST-250, 
EKC 640 and ACT 970 are those of alkaline etch residue removal or other 
process chemistries commercially used in substrate treating and semiconductor 
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manufacturing steps. 

Figures 1 1-16 are FE-SEM (Field Emitter scanning electron 
microscope) pictures of wafers treated in the above experiments. 

Figure 1 1 shows corrosion resulting from rinsing of a wafer having 
aluminum and titanium metallic layers rinsed with deionized water only for ten 
minutes. Clearly the aluminum layer has been corroded. 

Figure 12 depicts a similar wafer having been rinsed with 0.1M nitric 
acid for three minutes followed by deionized water for seven minutes. 

Figure 13 shows a similar wafer having been rinsed for three minutes 
with 0.08M acetic acid followed by seven minutes with deionized water. 

Little or no corrosion is evident in these latter two Figures. 

Figure 14 is a cross-section of encapsulated metal2 lines used as a 
control (there was no wet processing or rinsing of the material). 

Figure 15 shows a cross-section of a similar wafer rinsed with deionized 
water for five minutes. Note the apparent collapse of the lines due to corrosion 
of an intermediate layer of aluminum. 

Figure 16 shows a cross-section of a similar wafer having been treated 
with acetic acid. No apparent corrosion is demonstrated. - 

Galvanic corrosion is the major suspect when attack at the junction 
between two dissimilar alloys is limited to only one of the two. The potential 
difference in the Galvanic Series (list of corrosion potentials for various useful 
alloys and pure metals) between a pair of alloys gives the driving force for 
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galvanic corrosion. The greater the difference the more likely the more active 
metal is corroded. 

From the SEM pictures, the aluminum seemed to be the metal that was 
5 attacked and the titanium layers were not attacked. Aluminum alloys have a 

more active or negative Ecorr than the more noble metal titanium, which further 
indicates the type of corrosion was galvanic. Since evidence of corrosion was 
not observed when acetic and nitric acids are added to the rinse, two events may 
have been occurring to prevent galvanic corrosion. 

10 

1) The potential difference between the two metals was minimized 
by the acids. For example, because nitric is a strong oxidizer, it 
is probably forming a passive film layer on the aluminum. This 
film shifts the potential of the aluminum in the noble direction; 

1 5 therefore, the potential difference between the two metals has 

been reduced, eliminating the driving force for attack. 

2) The electrolyte solution has been altered creating a different 
environment for the two metals. For example, the addition of 

20 acetic acid may be chelating some of the electrolytes in the 

solution, making the solution less conductive. This more 
resistant solution limits the rate of anode attack by limiting how 
much current flow is between the two metals. 

25 B) Specific Recipes 



Wafer Type 


Process 
Chemistry 


Chemical 

injection 

chemistry 


Chemical 
injection 
Concentratio 
n 


Chemical 
injection 
Time 
(minutes) 


Dl water 
Rinse 
Time 
(minutes) 


Serpentine 
resistors w/ 
0.35um 
iinewidths, 
TiN/AI/TiN 


ACT-937 


Nitric Acid 


0.2M 


2.5 a 


2.5 a 


Serpentine 
resistors w/ 
0.35um 


ACT-937 


Acetic Acid 


0.1 6M 


2.5 a 


2.5* 
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linewidths, 
TiN/AI/TiN 












Copper 
metallization 


ACT-970, EKC 
640, 

ACSI ST-250 


Benzotriazol 
e 


~4mM 


2.5° 


2.5 b 


Copper 
metallization 


ACT-970, EKC 
640, 

ACSI ST-250 


Dodecanedio 
ic acid 


~1.2mM 


2.5 b 


2.5 D 


Copper 
metallization 


ACT-970, EKC 
640, 

ACSI ST-250 


CorFree by 
DuPont 


~0.4mM 


2.5 b 


2.5 b 



a) Tested at these times, b) suggested test starting times, actual times not established. 



Figure 7 shows: preliminary results from a prototype system using nitric 
5 acid injection, which demonstrate that precise dilution and control of the nitric 

acid from 70 wt.% to 0.007 wt.% can be achieved with a +/- 10 uS/cm control. 

In adapting the process of this invention to different circumstances, such 
as different types of metallized wafers as well as different processing conditions 

10 prior to rinsing, it may be necessary to conduct a few routine tests in order to 

determine the anti-corrosive chemical agent, the pH or concentration of the 
agent, and the time of the rinse using the agent as opposed to the subsequent 
rinse using deionized water which would be most appropriate. However, with 
the above information concerning corrosion and corrosion rates in hand, one 

1 5 skilled in the art could, with such routine experimentation, determine 

appropriate or optimum conditions for use in a given situation. 

The invention is not to be deemed limited by any of the above 
information, including that in the Examples, but shall be construed as limited 
20 only by the scope of the claims which follow. 
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CLAIMS 

1 . A method for rinsing metallized semiconductor substrates with 
an aqueous medium comprising including in said aqueous medium an amount 
effective to minimize metal corrosion of an anti-corrosive agent selected from 

5 organic carboxylic acids, organic nitrogen-containing compounds, inorganic 

acids other than nitric and carbonic acids, carbon monoxide and ozone, and 
mixtures of said anticorrosive agents, 

2. A method according to claim 1 in which the anti-corrosive agent 
10 is selected from organic mono- and polycarboxylic acids and mixtures thereof. 

3. A method according to claim 2 in which the anti-corrosive agent 
is selected from undecanedioic acid, dodecanedioic acid, sebacic acid, oxalic 
acid, citric acid, ascorbic acid, acetic acid and mixtures thereof. 

15 

4. A method according to claim 3 in which the anti-corrosive agent 
comprises acetic acid undecanedioic acid, dodecanedioic acid, sebacic acid, or 
mixtures of any two or all three of them. 

20 5. A method according to claim 4 in which the substrate contains 

metallized copper. 

6. A method according to Claim 1 in which the anti-corrosive agent 
is selected from nitrogen-containing organic compounds and mixtures thereof. 

25 

7. A method according to claim 6 in which the anti-corrosive agent 
comprises one or more nitrogen-containing cyclical organic compounds in 
which the nitrogen is contained in a ring. 

30 8. A method according to claim 7 in which the anti-corrosive agent 

comprises benzotriazole, imidizole, benzamidizole, tolyltriazole, 
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tris(hydroxymethyl)aminomethane, ethanolamine carbonate or a mixture of two 
or more of them. 

9. A method according to claim 8 in which the substrate contains 
metallized copper. 

10. A method for rinsing metallized semiconductor substrates 
containing copper with an aqueous medium comprising including in said 
aqueous medium an amount of acetic acid effective to minimize metal corrosion 
of the copper. 

11. A method for rinsing metallized semiconductor substrates 
containing titanium nitride with an aqueous medium comprising including in 
said aqueous medium an amount of acetic acid effective to minimize metal 
corrosion of the titanium nitride. 

12 . A method for rinsing metallized semiconductor substrates 
containing titanium nitride with an aqueous medium comprising including in 
said aqueous medium an amount of nitric acid effective to minimize metal 
corrosion of the titanium nitride. 

13. A system for rinsing a metallized semiconductor substrate with 
an aqueous medium comprising means for contacting the substrate with said 
aqueous medium containing one or more anti-corrosive chemical agents 
wherein the concentration of the antic-corrosive chemical agent or agents is 
maintained at a controlled level or within a predetermined range, and the 
substrate is maintained in contact with the chemical agent or agents for a 
predetermined time. 

14. A system according to claim 13 comprising 
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a) a source of deionized water or other aqueous media for use as 
a rinse liquid, 

b) a source of an anti-corrosive chemical agent or agents, 

c) . a container for conducting said rinsing, 

d) . means for introducing the deionized water into the container, 

e) . means for introducing the anti-corrosive chemical agent or 
agents into the container so as to maintain the concentration of anti- 
corrosive chemical agent in the container at a predetermined level or 
within a predetermined range, and 

f) . means for maintaining the substrate in contact with deionized 
water containing the anti-corrosive chemical agent for a predetermined 
time. 

15. A system according to claim 14 in which the means for 
maintaining the concentration of the anti-corrosive chemical agent in a 
controlled manner comprise automated means. 

16. A system according to claim 13 in which the anti-corrosive 
chemical agent is selected from organic compounds, inorganic compounds other 
than nitric acid, mixtures of said organic compounds, mixtures of said inorganic 
compounds, mixtures of said organic and inorganic compounds, carbon 
monoxide, and ozone. 

17. A system according to claim 14 in which the anti-corrosive 
chemical agent is selected from organic compounds, inorganic compounds, 
mixtures of organic compounds, mixtures of inorganic compounds, mixtures of 
organic and inorganic compounds, carbon dioxide, carbon monoxide, and 
ozone. 
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18. A system according to claim 1 4 in which the anti-corrosive 
chemical agent comprises one or more organic compounds. 

19. A system according to claim 18 in which the anti-corrosive 
chemical agent comprises one or more organic acids. 

20. A system according to claim 19 in which the anti-corrosive 
chemical agent comprises acetic acid 

21. A system according to claim 20 in which the semiconductor 
substrate contains metallized copper. 

22. A system according to claim 20 in which the semiconductor 
substrate contains titanium nitride. 

23. A system according to claim 13 in which the anti-corrosive 
chemical agent comprises acetic acid, undecanedioic acid, sebacic acid, 
dodecanedioic acid, or mixtures of any two or all three of them. 

24. A system according to claim 23 in which the semiconductor 
substrate contains metallized copper. 

25. A system according to claim 14 in which the anti-corrosive 
chemical agent comprises acetic acid, undecanedioic acid, sebacic acid, 
dodecanedioic acid, or mixtures of any two or all three of them. 

26. A system according to claim 25 in which the semiconductor 
substrate contains metallized copper. 

27. A system according to claim 13 in which the anti-corrosive 
chemical agent is selected from nitrogen-containing organic compounds in 
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which the nitrogen is contained in a ring; tris(hydroxymethyl)aminomethane ? 
ethanolamine carbonate and mixtures thereof. 

28. A system according to Claim 27 in which the anti-corrosive 
chemical agent is selected from nitrogen-containing organic compounds in 
which the nitrogen is contained in a ring; and mixtures thereof. 

29. A system according to claim 28 in which the anti-corrosive 
chemical agent comprises benzotriazole, imidizole, benzamidizole, tolyltriazole, 
tris(hydroxymethyl)aminomethane, ethanolamine carbonate or a mixture of two 
or more of them. 

30. A system according to claim 29 in which the semiconductor 
substrate comprises metallized copper. 

31. A system according to claim 1 3 in which the anti-corrosive 
chemical agent comprises one or more inorganic acids. 

32. A system according to claim 14 in which the anti-corrosive 
chemical agent comprises one or more inorganic acids. 

33. A system according to claim 32 in which the anti-corrosive 
chemical agent comprises nitric acid. 

34. A system according to claim 33 in which the semiconductor 
substrate contains titanium nitride. 

35. A system according to claim 13 in which the anti-corrosive 
chemical agent comprises a mixture of organic and inorganic compounds. 

36. A system according to claim 13 in which the semiconductor 
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substrate contains metallized aluminum and/or aluminum alloys. 

37. A system according to claim 13 in which the semiconductor 
substrate contains metallized copper. 

38. A system according to claim 1 3 in which the means for 
introducing the anti-corrosive chemical agent comprises automated means for 
maintaining the concentration of the anti-corrosive chemical agent in the 
container at a predetermined level or within a predetermined range. 

39. A system according to claim 14 in which the means for 
introducing the anti-corrosive chemical agent comprises automated means for 
maintaining the concentration of the anti-corrosive chemical agent in the 
container at a predetermined level or within a predetermined range. 

40. A system according to claim 38 in which the concentration of the 
anti-corrosive chemical agent in the container is maintained by measuring the 
conductivity of a recirculating loop comprising deionized water and the anti- 
corrosive chemical agent, and adding additional anti-corrosive chemical agent 
as needed in order to maintain the conductivity of the liquid in a circulating 
loop at a predetermined level or within a predetermined range. 

41 . A system according to claim 38 in which the means for 
introducing the anti-corrosive chemical agent into the container comprises a 
metering pump with preset stroke length and/or frequency. 

42. A system according to claim 14 further comprising: 

means for subsequently rinsing the semiconductor substrate with 
deionized water, or other aqueous media alone. 

43. A system according to claim 42, further comprising: 
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means for introducing a drying vapor into the container for 
drying the substrate. 

44. A method for rinsing metallized semiconductor substrates 
comprising: contacting the substrate with an aqueous medium containing one or 
more anti-corrosive chemical agents wherein the concentration of the antic- 
corrosive chemical agent or agents is maintained at a controlled level or within 
a predetermined range, and the substrate is maintained in contact with the 
chemical agent or agents for a predetermined time. 

45 A method for rinsing metallized semiconductor substrates 
comprising; 

a. contacting the substrate with an aqueous rinse medium 
containing anti-corrosive chemical agent selected from organic 
compounds, inorganic compounds, carbon dioxide, carbon monoxide 
and ozone; and mixtures thereof; wherein the amount of the anti- 
corrosive chemical agent in the aqueous medium is maintained in a 
controlled manner, at a predetermined concentration or within a 
predetermined range, 

b. conducting the rinse of step a for a predetermined time, 

and 

c. then rinsing the substrate with deionized water, or other 
aqueous media alone. 

46. A method according to claim 44 in which the anti-corrosive 
chemical agent is selected from organic compounds, inorganic compounds other 
than nitric acid, mixtures of said organic compounds, mixtures of said inorganic 
compounds, mixtures of said organic and inorganic compounds, carbon 
monoxide, and ozone. 
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47. A method according to claim 45 in which the anti-corrosive 
chemical agent is selected from organic compounds, inorganic compounds, 
mixtures of organic compounds, mixtures of inorganic compounds, mixtures of 
organic and inorganic compounds, carbon dioxide, carbon monoxide, and 
ozone. 

48. A method according to claim 47 in which the anti-corrosive 
chemical agent comprises one or more organic compounds. 

49. A method according to claim 48 in which the anti-corrosive 
chemical agent comprises one or more organic acids. 

50. A method according to claim 48 in which the anti-corrosive 
chemical agent comprises acetic acid 

51. A method according to claim 50 in which the semiconductor 
substrate contains metallized copper. 

52. A method according to claim 50 in which the semiconductor 
substrate contains titanium nitride. 

53. A method according to claim 44 in which the anti-corrosive 
chemical agent comprises acetic acid, undecanedioic acid, sebacic acid, 
dodecanedioic acid, or mixtures of any two or all three of them. 

54. A method according to claim 53 in which the semiconductor 
substrate contains metallized copper. 

55. A method according to claim 45 in which the anti-corrosive 
chemical agent comprises acetic acid, undecanedioic acid, sebacic acid, 
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dodecanedioic acid, or mixtures of any two or all three of them. 

56. A method according to claim 55 in which the semiconductor 
substrate contains metallized copper. 

57. A method according to claim 44 in which the anti-corrosive 
chemical agent is selected from nitrogen-containing organic compounds in 
which the nitrogen is contained in a ring; tris(hydroxymethyl)aminomethane, 
ethanolamine carbonate and mixtures thereof. 

58. A method according to Claim 57 in which the anti-corrosive 
chemical agent is selected from nitrogen-containing organic compounds in 
which the nitrogen is contained in a ring; and mixtures thereof. 

59. A method according to claim 58 in which the anti-corrosive 
chemical agent comprises benzotriazole, imidizole, benzamidizole, tolyltriazole, 
tris(hydroxymethyl)aminomethane ? ethanolamine carbonate or a mixture of two 
or more of them. 

60. A method according to claim 59 in which the semiconductor 
substrate comprises metallized copper. 

61 . A method according to claim 44 in which the anti-corrosive 
chemical agent comprises one or more inorganic acids. 

62. A method according to claim 45 in which the anti-corrosive 
chemical agent comprises one or more inorganic acids. 

63. A method according to claim 61 in which the anti-corrosive 
chemical agent comprises nitric acid, phosphonic acid, sulfamic acid, or 
mixtures thereof. 



-31- 



PATENT 



64. A method according to claim 63 in which the semiconductor 
substrate contains titanium nitride. 

65. A method according to claim 44 in which the anti-corrosive 
chemical agent comprises a mixture of organic and inorganic compounds. 

66. A method according to claim 44 in which the semiconductor 
substrate contains metallized aluminum and/or aluminum alloys. 

67. A method according to claim 44 in which the semiconductor 
substrate contains metallized copper. 

68. A method according to claim 45 further comprising selecting the 
anti-corrosive chemical agent in accordance with the metal or metals 
comprising the semiconductor substrate, to minimize corrosion of said metal or 
metals resulting from the rinsing. 

69. A method according to claim 45 wherein the two rinsing steps 
are carried out in the same container. 

70. A method according to claim 45 further comprising 

drying the semiconductor substrate, subsequent to the second 
rinse step utilizing a drying vapor 

71 . A method according to claim 70 in which the drying vapor is 
one that condenses on the surface of the substrate and reduces the surface 
tension of any residual water, causing said residual water to flow off of the 
surface. 



-32- 



PATENT 



72. A method according to claim 70 in which the drying vapor is 
isopropanol. 

73. A method according to claim 70 in which the rinsing and drying 
steps are carried out in the same container. 

74 A method for rinsing non-metallized semiconductor substrates 
comprising: contacting the substrate with an aqueous medium containing one or 
more chemical agents selected from hydrofluoric acid, hydrochloric acid, 
nitrilotriacetic acid, EDTA, gettering agents, chelating agents and surfactants 
wherein the concentration of the chemical agent or agents is maintained at a 
controlled level or within a predetermined range, and the substrate is maintained 
in contact with the chemical agent or agents for a predetermined time. 

75 A method for rinsing non-metallized semiconductor substrates 
comprising: 

a. contacting the substrate with an aqueous rinse medium 
containing one or more chemical agents selected from hydrofluoric acid, 
hydrochloric acid, nitrilotriacetic acid, EDTA, gettering agents, 
chelating agents and surfactants wherein the amount of the chemical 
agent or agents in the aqueous medium is maintained in a controlled 
manner, at a predetermined concentration or within a predetermined 
range, 

b. conducting the rinse of step a for a predetermined time, 

and 

c. then rinsing the substrate with deionized water, or other 
aqueous media alone. 

76. A method according to claim 74 in which the means for 
maintaining the concentration of the chemical agent or agents in a controlled 
manner comprise automated means. 
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77. A method according to claim 75 in which the means for 
maintaining the concentration of the chemical agent or agents in a controlled 
manner comprise automated means. 

5 

78. A method according to claim 44 in which the means for 
maintaining the concentration of the chemical agent or agents in a controlled 
manner comprise automated means. 

10 

79. A method according to claim 45 in which the means for 
maintaining the concentration of the chemical agent or agents in a controlled 
manner comprise automated means. 
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ABSTRACT 

Semiconductor substrates, particularly metallized substrates such as 
5 partially processed wafers, are rinsed with an aqueous medium, preferably 

deionized water, which further contains an anti-corrosive chemical agent or 
agents selected so as to minimize corrosion of metals resulting from contact 
with the water. The amount of anti-corrosive chemical agent is maintained in a 
controlled manner at a predetermined level or within a predetermined range 

10 preferably the rinsing with aqueous medium containing anticorrosive chemical 

agent is also carried out for a specified time, followed by further rinsing with 
deionized water alone. The rinsing may be combined, either in the same vessel 
or in a different vessel, with a subsequent drying step, such as a drying process 
utilizing a drying vapor introduced into the rinse tank or into a downstream 

1 5 vessel. The drying vapor condenses on the surface of the semiconductor 

material and reduces the surface tension of residual process fluid, causing the 
residual process fluid to flow off the surface. 
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Sample Conditions 



BTA = benzotriazole 
DDA = dodecanedioic acid 

CorFree® = DuPont proprietary product containing a mixture of undecanedioic, dodecanedioic and sebacid 
acids 
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Atty Docket No. SCP-6620 [1 
COMBINED DECLARATION FOR PATENT APPLICATION AND POWER OF ATTORNEY 

As a below named inventor; I hereby declare that: 

My residence, post office address and citizenship are as stated below next to my name, 

I believe i am the original, first and sole inventor (if only one name is listed below) or an original, first and 
joint inventor {if plural names are listed below) of the subject matter which is claimed and for which a 
patent is sought on the invention entitled 

PROCESS AND SYSTEM FOR RINSING OF SEMICONDUCTOR SUBSTRATES 

the specification of which (check one) _x_ is attached hereto or was filed on — as Application No. — 

and was amended on (if applicable). 

I hereby state that I have reviewed and understand the contents of the above-identified specification, 
including the claims, as amended by any amendment referred to above. 

I acknowledge the duty to disclose all information which is material to patentability as defined in 37 CFR 
§ 1.56. 



I hereby claim foreign priority benefits under 35. U.S.C. § 1 19{a)-(d) or § 365(b) of any foreign 
application(s) for patent or inventor's certificate, or § 365(a) of any PCT International application which 
designated at least one country other than the United States, listed below and have also identified below 
any foreign application for patent or inventor's certificate having a filing date before that of the application 
on which priority is claimed: 

Prior Foreign Application(s) Priority Claimed 

Yes No 



Number Country Day/Month/Year Filed 



Number Country Day /Month/Year Filed 



I hereby claim the benefit under 35 U.S.C. § 1 19(e) of any United States provisional application(s) below. 

60/133,326 May 10, 1999 

Application Number Filing Date 

60/1 1 1 ,287 December 7, 1998 

Application Number Filing Date 



I hereby claim the benefit under 35 U.S.C. § 120 of any United States application(s), or § 365(c) of any 
PCT International application designating the United States, listed below and, insofar as the subject matter 
of each of the claims of this application is not disclosed in the prior United States application in the manner 
provided by the first paragraph of 35 U.S.C. § 1 12, I acknowledge the duty to disclose all information 
which is material to patentability as defined in 37 CFR § 1 .56 which became available between the filing 
date of the prior application and the national or PCT international filing date of this application: 



Application Number Filing Date Status: Patented, Pending, Abandoned 



Application Number Filing Date Status: Patented, Pending, Abandoned 
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( HEREBY APPOINT THE FOLLOWING AS MY ATTORNEYS WITH FULL POWER OF SUBSTITUTION TO 
PROSECUTE THIS APPLICATION AND TRANSACT ALL BUSINESS IN THE PATENT OFFICE CONNECTED 
THEREWITH: 



Karl A. Limbach 18,689 

George C. Limbach 19,305 

John K. Uilkema 20,282 

Neil A. Smith 25,441 

Veronica C. Devitt 29,375 

Ronald L. Yin 27,607 

Gerald T. Sekimura 30,103 

Michael A. Stallman 29,444 

Philip A. Gkard 28,848 

Michael J. Pollock 29,098 

Stephen M. Everett 30 r 050 

Alfred A. Equitz 30,922 



Mark A. Dalla Valle 34,147 

Charles P. Sammut 28,901 

Mark C. Pickering 36,239 
Patricia Coleman James 37,155 

Kathleen A. Frost 37,326 

Alan S. Hodes 38,185 

Alan A. Limbach 39,749 

Douglas C. Limbach 35,249 
Seong-Kun Oh* 

Cameron A. King 41 ,897 

Kyla L. Harriel 41,816 



* Recognition under 37 CFR 10.9(b) 



Mayumi Maeda 40,075 

Kent J. Tobin 39,496 

Michael R. Ward 38,651 

Roger S. Sampson 44,314 

Tina Chen P-44,606 

Charles L. Hamilton 42,624 

Andrew V. Smith 43,132 

Heath W. Hoglund 41,076 

J. Thomas McCarthy 22,420 

Joel G. Ackerman 24,307 



Send correspondence to Limbach & Limbach L.L.P. 

Attn: Joel G. Ackerman 
2001 Ferry Building 
San Francisco, CA 941 1 1 
Telephone: 415/433-4150 



I hereby declare that all statements made herein of my own knowledge are true and that all statements 
made on information and belief are believed to be true; and further that these statements were made with 
the knowledge that willful false statements and the like so made are punishable by fine or imprisonment or 
both, under 18 U.S. C. § 1001 and that such willful false statements may jeopardize the validity of the 
application or any patent issued thereon. 

Full name of sole or first inventor JOHN J.ROSATO 



Inventor's signature 

Date 

Residence 1609 N. 9th Street, Boise, ID 83702 

Citizenship 

Post Office Address 1609N. 9th Street, Boise, ID 83702 



Full name of second joint inventor, if any, Jane Fahrenkrug 

Inventor's signature 

Date 

Residence 2528 N. Bobcat Way, Meridian, ID 836423856S. 

Citizenship 

Post Office Address 2528 N. Bobcat Way, Meridian, ID 836423856S. 



Full name of third joint inventor, if any, Curtis R. Olson 

Inventor's signature 

Date 

Residence 3856 S.Stonegate, Boise, ID 83706 

Citizenship 

Post Office Address 3856 S.Stonegate, Boise, ID 83706 
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Full name of fourth joint inventor, if any, Paul G. Lindqutst 

Inventor's signature 

Date 

Residence 1846 Rush Road, Eagle, fD 83616 

Citizenship 

Post Office Address 1 846 Rush Road, Eagle, ID 83616 
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